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may take place. It follows that in cementation with liquid cements the use
of furnaces burning solid fuel is without such serious disadvantages as make
its use difficult in other processes of cementation, such as the inequalities in

the temperature  of  the laboratory and  the  danger  of  waves  of high
temperature.

Notwithstanding this, however, the use of furnaces burning solid fuel is
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FIG. 122.

not widely diffused, even for using liquid cements, on account of the consider-
able time necessary to light them and set them in operation.

In almost all the furnaces designed for cementation with liquid cements
by immersion the carburizing mass is kept fused in a crucible of cast iron or